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@ A medlcai-aurgioal dreaaing eomprlaing a reinforced 
sheet of silicone elastomer fbam iiaving a tiiicicness not ex- 
ceeding 10 miiiimetres, one of the surtaees of the sheet 
having a surface layer of open ceil foam and the other sur- 
face having a substantially non-cellular surface sl<in. The 
dressing may be manufactured by a process comprising 
deposiSng a liquid fbamable silicons composition (4) on an 
absorbent surface (2), incorporating a reinforcing material 
(6), allowing the composition to foam and set to an eiasto- 
mor and thereafter separating the foam sheet from Una sub- 
^ strate. 

The dressings are useful e.g. for ttie treatment of 
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MEDICAL-SPRGICAL DRESSING AND A PROCESS 
FOR THE PRODUCTION THEREOF 



This invention relates to a surgical or medical 
dressing suitable for use in the treatment of burns and 
other injury, and also relates to a process for the 
production of such a dressing. 

The treatment of burns and wounds has historically 
involved the application of sterile fibrous dressings 
such as gauze and lint, with or without the conjoint use 
of antiseptic or curative substances. Such materials 
tend to stick to the surface being treated or leave 
fibres in the wound. More recent developments have 
involved the application of synthetic films and sponges 
to the injury. For example U.S. Patent 3 439 676 
describes a wound dressing which is a band of self- 
adhering silicone elastomer impregnated with a 
medicament. However, such a dressing is non-absorbent 
with regard to the exudations normally present. 

U.S. Patent 3 648 692 describes a surgical dressing 
comprising a facing layer of neutral thrombogenic 
reticulated open cell foam material and a mutually 
secxired co-extensive, gas permeable, microporous backing. 
The preferred foam material is stated therein to be 
polyurethane foam and the backing may be of, for example 
polypropylene, teflon or silicone rubber. However, the 
manufacture of such a dressing requires that the backing 
and foam layers be preformed and then subsequently 
brought together with an adhesive in a laminating 
operation* 

According to the present invention there is 
provided a medical-surgical dressing comprising a 
reinforced sheet of silicone elastomeric foam having a 
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thickness of not greater than 10 Eiillimetres , one surface 
ot the said sheet having a surface layer of open cell 
foam and the other siirface having a substantially non- 
cellular surface skin. 

The dressings of this invention comprise sheets of 
silicone elastomeric foam wherein the broad surface 
intended for contact with the body has an open cell foam 
structure and the outer surface comprises a substantially 
non-cellular skin. In order to improve its resistance 
to tearing or other damage during use the foam dressing 
is reinforced with a suitable fibrous or weblike 
material, for example nylon or polyester net. The 
dressings have a thickness not greater than lOitim and 
preferably have a thickness of from about 3 to about 6iran. 

One method of producing dressings according to this 
invention involves depositing a foamable silicone 
elastomer composition on a substrate and allowing it to 
foam whereby a substantially non-cellular, continuous 
skin forms at the exposed surface. During foaming a 
reinforcing web may be embedded in the foam. When cured 
the upper portion of the foam block may be cut away to 
provide a sheet having the desired reinforcement and 
surface characteristics. Such a method, however, poses 
several problems. For example, it is difficult to cut 
accurately thin sections of an elastomeric foam. The 
method is also wasteful since only the upper portion of 
the foam can be used to provide a sheet with the desired 
surfaces . 

We have discovered that it is possible to obtain 
the foam dressings of this invention by a novel method 
which avoids the disadvantages associated with the above 
described procedure. Accordingly this invention also 
includes a process for the manufacture of a medical- 
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surgical dressing which comprises applying a layer of a 
liquid foamable or foaming silicone elastomer composition 
to a substrate having a surface which is an absorbent for 
the liquid composition, adding a reinforcing material to 
5 the foamable or foaming composition such that it becomes 
embedded therein, allowing the mixture to foam or 
continue foaming and to set to an at least partially 
cured silicone elastomer foam and thereafter separating 
the foam layer from the substrate. 
10 In the performance of the process of this invention 

any liquid foam-forming silicone elastomer composition 
may be employed. The preferred compositions for use 
according to this invention are _ those which comprise a 
polydiorganosiloxane having hydroxyl groups, a siloxahe 
15 having silicon-bonded hydrogen atoms, a curing catalyst 
and a hydroxy lated compound. They are normally made 
available as a two package product. When the contents 
of the packages are .mixed in the appropriate proportions 
the mixture foams and subsequently sets to an 
20 elastomeric sponge. Compositions of this type are 
described in, for example U.K. Patents Nos. 798 667, 
B67 619, 1 064 462 and 1 543 215. Foam-forming 
compositions comprising organopolysiloxanes having 
silicon-bonded unsaturated groups, organosilicon 
25 compounds having silicon-bonded hydrogen atoms and an 
addition catalyst e.g. chloroplatinic acid may also be 
employed. Such compositions are described in, for 
exaji5)le, U.K. Patents 1 522 637 and 1 542 657. Desirably 
the composition will be free of additives -which may 
30 impart irritant or toxic properties to the dressing, 

especially when the dressing is to be employed in direct 
contact with the body for the treatment of open wounds 
or bums. 
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The substrate receiving the liquid foam composition 
should be sufficiently porous to be absorbent with regard 
to the composition. A preferred substrate material is a 
non-glazed paper which permits slight penetration of the 
liquid foam composition into its porous surface. 

Fabrication of the dressing according to the novel 
process of this invention is conveniently carried out by 
preparing the liquid foamable composition and applying it 
while still in the flowable state to the substrate. 
Depending on the rate of the chemical reaction involved 
the composition may at this stage be a liquid or may have 
already commenced expansion into a foam. Application of 
the composition may be carried out employing any suitable 
means, for example from a hopper having a lower 
transverse aperture or by way of a traversing dispensing 
nozzle which may be associated with a mixing head. The 
depth of the resulting foam appropriate to the desired 
thickness of the dressing can be controlled by the amount 
of foamable liquid employed and/or by the use of a 
scraper blade or an equivalent depth controlling device. 
A preferred method of depth/thickness control in the 
process of this invention comprises passing the substrate 
carrying the foamable or foaming composition beneath a 
slowly rotating roller positioned horizontally and 
transversely with respect to the direction of motion of 
the substrate. Any build up of cured or partially cured 
foam composition- on the roller surface which may occur 
during operation may be readily removed therefrom by 
means of a scraper blade or similar device. 

The process may be carried out batchwise or, more 
preferably, can also be performed as a continuous or 
semi-continuous operation. Thus for example the foamable 
or foaming composition may be poured into a stationary 
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receptacle or on to the moving substrate which is 
supplied from a roll or other source and thus itself 
forms, or is supported by, a conveyor belt. 

Prior to the curing of the foam into a solid 
5 elastomer it is necessary to embed therein a suitable 
reinforcing material. This can be conveniently 
accon5)lished by placing a sheet of reinforcing material 
on the surface of the still liquid foamable or foaming 
composition after pouring and allowing or causing it to 
10 penetrate the composition to the desired depth. The 

actual depth of penetration of the reinforcing material 
is not critical provided that the material does not 
prevent the attainment of the desired skin-like or porous 
configurations of the respective surfaces of the 
15 dressing. In order to permit the ready penetration of 
the reinforcing material according to this technique the 
material should be sufficiently perforate or porous to 
permit flow-through of the foamable or foaming 
composition. A preferred reinforcing material is a 
20 textile net fabric, particularly of synthetic fibre, for 
example nylon, polyester, polypropylene or acrylic fibre. 

Depending on the type of foam forming composition 
employed the foam sheet may be allowed to cure to an 
elastomeric solid at normal ambient temperatures or it 
25 may be desirable or necessary to hasten the cure by the 
application of heat. 

When the composition has cured to an elastomeric 
solid it is removed from the substrate. In some cases 
it may be possible to separate the foam and substrate by 
30 carefully pulling them apart.. However, in order to avoid 
the possibility of tearing the sheet it is preferred that 
separation be facilitated by the use of a parting knife 
or similar cutting edge placed against the substrate. 
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Any cutting edge or blade will suffice provided it is 
sufficiently sharp to cut the foeun away from the 
siibstrate . 

Exemplary means for carrying out the process of 
5 this invention are shown in Figures 1 and 2 of the 
drawings hereof which are sectional views in side 
elevation. In Figure 1, a table or other rigid 
surface 1 supports a flexible absorbent substrate 2 which 
is drawn from a roll or other source 3. The foamable 
10 silicone elastomer con^osition 4 is applied to the 
surface of the substrate 2 from a hopper 5 having a 
transverse slot 6. A reinforcing material 7 is drawn 
from a roll 8 and embedded in the liquid foamable 
composition. 

15 . Figure 2 illustrates a modification of the means 

shown in Figure 1 wherein the hopper 5 is replaced by a 
dispensing head 10 which may be adapted to traverse the 
support transversely with respect to its direction of 
motion. A rotatable roller 11 is positioned above the 

20 substrate receiving the foamable composition and 

transversely with respect to the direction of motion 
thereof. If desired the roller may be provided with a 
scraper blade (not shown) which functions to remove from 
the roller any accretion of cured or partially cured 

25 elastomeric foam. 

The foam sheet may be produced in the final desired 
configuration, for example in the form of a narrow 
bandage or broad sheet. Or it may be cut to the desired 
size and shape after curing. If desired the dressing may 

30 be subjected to elevated temperatures to increase the 

degree of cure, remove volatile substances or to effect 
sterilisation. Sterilisation may also be achieved by 
chemical means, such as by exposure to ethylene oxide. 
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The dressing may also be washed in water if necessary to 
remove unwanted residues. If desired the dressing may be 
coated or impregnated witli a laediceiment , for example an 
antiseptic, antibiotic or other substance for the control 
5 of infection. 

Possible applications for the dressings of this 
invention include their use as wound and burn dressings, 
as swabs and as liners for location between plaster casts 
and the body. 

10 The following example illustrates the invention. 

A composition containing a silanol end-stopped 
polydimethylsiloxane, having a viscosity of approximately 
2000 cP at 25 °C, a trimethylsilyl end-stopped methyl- 
hydrogen polysiloxane, a low molecular weight 

15 hydroxy lated methyl siloxane, a diatomaceous earth and 
stannous octoate as catalyst was prepared by thoroughly 
mixing the components. 

The liquid mixture was then pumped into a box 
resting in contact with a porous paper substrate having 

20 a width of about 25 cm and supported on a rigid 

horizontal surface. The forward wall of the box was cut 
so that a gap of approximately 2 mm existed between the 
lower edge of the wall and the substrate. The floor of 
the box adjacent to this edge was also cut away thus 

25 permitting the liquid foam composition to be drawn 
forward with the paper. 

B^oaming of the composition occurred shortly after 
deposition on the paper. At the commencement of foaming 
the paper was drawn forward. Simultaneously a nylon net 

30 fabric having a mesh size of approximately 2 mm was drawn 
from a roll situated above the foam and allowed to sink 
into the foam under a slight downward tension. The 
process was terminated after several metres of the paper 
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substrate had been drawn off and the foam-coated 
substrate allowed to stand for 30 minutes to ensure that 
cure had proceeded to a sufficient degree to produce an 
elastomer ic solid. A large blade palette knife was then 
5 inserted at the interface between the substrate and the 
foam and employed to cut the foam from the paper, . 

The product was a flexible, reinforced elastomeric 
foam sheet having a thickness of about 5 mm. The upper 
surface of the sheet had a substantially continuous skin 
10 whilst the lower surface had a cellular structure. After 
washing to remove unreacted materials, and sterilisation 
the sheet was suitable for use as a medical- surgical 
dressing. 
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CLAIMS 

1. A medical-surgical dressing comprising a reinforced sheet 
oi silicone elastoraeric foam having a thickness not greater 
than 10 millimetres, one surface of the said sheet having a 
surface layer of open cell foam and the other surface having a 
substantially non-cellular surface skin. 

2. h medical-surgical dressing as claimed in Claim 1 wherein 
the reinforcement comprises a textile net fabric. 

3. A process for the manufacture of a medical- surgical 
dressing which comprises applying a layer of a liquid foamable 
or foaming silicone elastomer composition to a substrate 
having a surface wliich is an absorbent for the liquid 
compositon, adding a reinforcing material to the fosimable or 
foaming composition such that it becomes embedded therein, 
allowing the mixture to foam or continue foaming and to set to 
an at least partially cured silicone elastomer foam and 
thereafter separating the foam layer from the substrate. 

4. A process as claimed in Claim 3 wherein the absorbent 
substrate is a non-glazed paper. 

5. A process as claimed in Claim 3 or Claim 4 wherein 
separation is effected by means of a cutting edge. 

6. A process as claimed in any of Claims 3 to 5 wherein the 
separated foam sheet is subjected to a sterilisation 
treatment . 



0100148 



1/1 




European Patent 
Office 



EUROPEAN SEARCH REPORT 



0100148 



Application number 



EP 83 30 3679 



DOCUMENTS CONSIDERED TO BE RELEVANT 



DE-A-3 032 092 (IPOS) 
* Claims 1,7 * 



FR-A-2 370 479 (P.M. LOCK et 
al.) 



A 61 L 15/01 
A 61 F 13/00 



Claims 1,2 * 



GB-A-1 124 121 (DOW CORNING) 
* Page 7, lines 59-64; claim 1 * 



A 61 L 15/01 



Th» presant saardi report has been drawn up for ail eb 



PELTRE CHR. 



CATEGORY OF CITED DOCUMENTS 

: particularly relevant if taken alone 

: particularly relevant if combined with another 

document of the same category 
: technological background 
: non-written disclosure 

: intermediate document 



}ut published on, or 



& : member of the Si 



le patent family, corresponding 



